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Amendments To The Claims: 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

1. (Currently amended) A thermoplastic resin composition comprising: 
a transparent aromatic thermoplastic resin (a) and 

a copolyester resin (b) comprising at least two kinds of dicarboxylic acid 
moieties and at least one kind of diol moiety [[, the at least one diol moietvll wherein 
all of the diol moieti es are selected from the group consisting of [[at least one kind of 
diol moiety selected from]] aliphatic diol moieties, aromatic diol moieties, ethylene 
oxide adducts of aromatic diol moieties and combinations thereof, 1 to 50 mol % of the 
dicarboxylic acid moieties being a naphthalenedicarboxylic acid moiety, 

the ratio of (a) to the combined amount of (a) and (b) being 55 to 99.99% by 
weight, and the ratio of (b) being 0.01 to 45% by weight, and 

said transparent aromatic thermoplastic resin (a) showing a visible light 
transmittance of not less than 80% when molded into a 3 mm thick product. 

2. (Original) The thermoplastic resin composition according to Claim 1, wherein 
the transparent aromatic thermoplastic resin (a) is a polycarbonate resin. 

3. (Original) The thermoplastic resin composition according to Claim 1, wherein 
the viscosity-average molecular weight of the transparent aromatic thermoplastic resin 
(a), as converted from the solution viscosity measured in methylene chloride at 25 °C, 
is 10,000 to 100,000. 

4. (Original) The thermoplastic resin composition according to Claim 1, wherein 2 
to 40 mol% of the dicarboxylic acid moieties in the copolyester resin (b) is a 
naphthalenedicarboxylic acid moiety. 

5. (Original) The thermoplastic resin composition according to Claim 1, wherein 
the dicarboxylic acid moiety other than naphthalenedicarboxylic acid in the 
copolyester resin (b) comprises an aromatic dicarboxylic acid moiety. 
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6. (Original) The thermoplastic resin composition according to Claim 5, wherein 
the aromatic dicarboxyUc acid is phthaUc acid, isophthalic acid and/or terephthaUc 
acid. 



7. (Canceled) 



8. (Currently amended) The thermoplastic resin composition according to Claim 
[[7]] i, wherein the aliphatic diol is ethylene glycol or 1,4-butanediol. 

9. (Original) The thermoplastic resin composition according to Claim 1, wherein 
the intrinsic viscosity of the copolyester resin (b), as measured in a 
tetrachloroethane/phenol (5/5) mixed solvent at 30 "C, is 0.3 to 2.0 dl/g. 

10. (Original) The thermoplastic resin composition according to Claim 1, wherein 
the ratio of (a) to the combined amount of (a) and (b) is 55 to 99.9% by weight and the 
ratio of (b) is 0. 1 to 45% by weight. 



11. (Original) The thermoplastic resin composition according to Claim 1, wherein 
the ratio of (a) to the combined amount of (a) and (b) is 60 to 99.8% by weight and the 
ratio of (b) is 0.2 to 40% by weight. 

12. (Original) The thermoplastic resin composition according to Claim 1, wherein 
the ratio of (a) to the combined amount of (a) and (b) is 60 to 99.5% by weight and the 
ratio of (b) is 0.5 to 40% by weight. 



13. (Original) The thermoplastic resin composition according to Claim 1, further 
comprising an antioxidant (c) in an amount of 0.001 to 1 part by weight based on the 
combined amount (100 parts by weight) of the components (a) and (b). 

14. (Original) The thermoplastic resin composition according to Claim 13, wherein 
the antioxidant (c) is a phosphoric antioxidant, a phenolic antioxidant or mixture 
thereof. 
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1 5. (Original) The thermoplastic resin composition according to Claim 1 , further 
comprising a release agent (d) in an amount of 0.00 1 to 1 part by weight based on the 
combined amount (100 parts by weight) of the components (a) and (b). 

16. (Original) The thermoplastic resin composition according to Claim 15, wherein 
the release agent (d) is a compound having 10 or more carbon atoms in the molecule. 

17. (Original) The thermoplastic resin composition according to Claim 15, wherein 
the release agent (d) is higher fatty acid or ester thereof. 

18. (Original) The thermoplastic resin composition according to Claim 15, wherein 
the release agent (d) is a higher fatty acid ester of higher alcohol. 

19. (Original) The thermoplastic resin composition according to Claim 15, wherein 
the release agent (d) is a higher fatty acid whole ester of polyhydric alcohol. ' 

20. (Original) The thermoplastic resin composition according to Claim 1, further 
comprising a weathering resistance improver (e) in an amount of 0.001 to 10 part by 
weight based on the combined amount (100 parts by weight) of the components (a) 
and (b). 



2 1 . (Original) The thermoplastic resin composition according to Claim 1 , further 
comprising an ionizing radiation stabiUzer (f) in an amount of 0.001 to 20 part by 
weight based on the combined amount (100 parts by weight) of the components (a) 
and (b). 

22. (Original) A molded product comprising the thermoplastic resin composition as 

defined in claim 1 . 



23. (Original) A molded product comprising the thermoplastic resin composition 
defined in claim 13. 
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24. (Original) A molded product comprising the thermoplastic resin composition as 
defined in claim 15. 



25. (Original) A molded product comprising the thermoplastic resin composition as 
defined in claim 20. 

26. (Original) A molded product comprising the thermoplastic resin composition as 
defined in claim 2 1 . 

27. (Original) The molded product according to claim 26, wherein said molded 
product has been sterilized by ionizing radiation. 

28. (Currently amended) Medical supplies comprising the molded product as 
defined in claim 2 1 . 

29. (Previously presented) A thermoplastic resin composition comprising: 
a transparent aromatic thermoplastic resin (a) and 

a copolyester resin (b) comprising at least two kinds of dicarboxylic acid 
moieties and at least one diol moiety consisting of at least one kind of diol moiety 
selected from aromatic diol moieties, ethylene oxide adducts of aromatic diol moieties 
and combinations thereof, 

1 to 50 mol% of the dicarboxylic acid moieties being a naphthalenedicarboxylic 
acid moiety, 

the ratio of (a) to the combined amount of (a) and (b) being 55 to 99.99% by 
weight, and the ratio of (b) being 0.01 to 45% by weight, and 

said transparent aromatic thermoplastic resin (a) showing a visible light 
transmittance of not less than 80% when molded into a 3 mm thick product. 



